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(54) Thin-film transistor monolithically integrated with an organic light-emitting diode 



(57) A device in which one or more thin film transis- 
tors are monolithicaliy integrated with a light emitting di- 
ode is disclosed. The thin film transistor has an organic 
semiconductor layer. The light emitting layer of the light 



emitting diode is also an organic material. The device is 
fabricated economically by integrating the fabrication of 

the thin film transistor and the light emitting diode on the 
substrate and by employing low cost fabrication tech- 
niques. 
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Description 

BACKGROUND OF THE INVENTION 
Technical Field 

[0001] The present invention is directed to an organic 
light-emitting device and a thin film transistor which are 
monoiithically integrated. The present invention is also 
directed to a process for making the device. 

Art Baclcground 

[0002] Light emitting diodes (LEDs) with an organic 
layer as the active layer have been developed for use 
in flat panel displays. LEDs with organic thin films are 
attractive because such devices need not be produced 
on a crystalline substrate, the cost of producing such 
devices is low the devices operate at low voltage, and 
the organic thin films enable devices that emit light in a 
variety of colors to be produced. Consequently LEDs 
are attractive tor use in making flat panel displays that 
are unbreakable, lightweight, flexible, and inexpensive. 
[0003] Thin-film transistors (TFTs) have been used as 
the switching elements in liquid crystal displays. As not- 
ed in Wu. C, et al.. "Integration of Organic LED's and 
Amorphous Si TFT's onto Flexible and Lightweight Met- 
al Foil Substrates," IEEE Electron Device Letters . Vol. 
1 8: 1 2, pp. 609-61 2 (1 997). there is a desire to integrate 
TFTs and LEDs tor making active-matrix emissive flat 
panel displays. The device 10 described in the Wu et al. 
article is illustrated in FIG. 1. Both the LED 11 and the 
TFT 1 2 are formed on a stainless steel foil substrate 1 3. 
The TFT is formed by depositing an insulating layer 14 
over the foil substrate 1 3. A chromium gate 1 5 is formed 
on the substrate, over which is formed another insulat- 
ing layer 16. 

[0004] A layer of undoped amorphous hydrogenated 
silicon 17 is formed on the insulating layer, over which 
is formed a layer of n* amorphous hydrogenated silicon 
18. Chromium source/drain contacts 19 are formed on 
the doped silicon layer 18 After the TFT is fabricated, 
the LED 1 1 is formed by depositing a platinum anode 21 
on the source/drain contact 19. A layer of luminescent 
polymer 22 is formed over the source/dram contact 19 
and the platinum anode 2i. The cathode (double-layer 
Mg: Ag(10: i )/ITO) 23 is formed on the surface of the lu- 
minescent polymer and placed so thai the luminescent 
polymer is sandwiched between the anode 21 and the 
cathode 23. 

[0005] Wu et al note the advantages for producing an 
integrated TFT and LED on a plastic substrate. Howev- 
er Wu ct al. further note that such a device would be 
difficult to fabricate due to the mechanical and chemical 
instabilities of such substrates. The integrated device 
described by Wu et al. essentially requires that the TFT 
be formed first on the substrate followed by formation of 
the LED 
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[0006] The desirability of a TFT driving an LED with 
an organic layer is also noted in Hatalis, M., et al "Poly- 
silicon TFT active matrix organic ETL displays." SPIE 
Vol. 3057. pp. 277-286 (1997). Hatalis et al describes 

5 integrating a polysilicon TFT with an organic LED on a 
glass substrate. The TFT structure described by Hatalis 
et al. has a doped polycrystalline silicon source and 
drain regions formed on the glass substrate. The gate 
dielectnc material is silicon dioxide formed by heating 

10 the substrate with the polycrystalline silicon formed ther- 
eon to 1000*C in an oxygen containing atmosphere. 
The gate is also doped polycrystalline silicon. A layer of 
silicon dioxide is formed over the TFT device, with con- 
tact windows etched through the passivation layer to the 

IS source and drain regions and filled with aluminum. The 
data lines formed on top of the passivation layers is pat- 
terned aluminum. Another layer of passivation oxide is 
formed over the aluminum with vias etched therein for 
the pixel contacts. A patterned indium tin oxide (ITO) 

20 layer is formed over the passivation layer. The active 
organic material is formed over the ITO. over which a 
top electrode is formed. 

[0007] The device described in Hatalis et al is also 
difficult to fabricate. Specifically, the fabhcation requires 
2S high temperature processing and numerous lithograph- 
ic and etching steps to form the vias. 
[0008] Accordingly, a monoiithically integrated LED 
and TFT in which the LED and TFT are formed using a 
simplified process is desired 

30 

SUMMARY OF THE INVENTION 

[0009] The present invention is directed to a device in 
which a thin film transistor (TFT) is monoiithically inte- 
rs grated with a light emitting diode (LED). The LED has a 
layer or layers of active material (i.e. the material in 
which electron or hole transport occurs or in which elec- 
tron/hole recombination occurs) sandwiched between 
an anode and a cathode. The cathode is the electrically 
40 conductive contact that injects electrons into the active 
layer(s). The anode is the electrically conductive contact 
that injects holes into these active layers. In the TFT, 
electron or hole transport occurs in the semiconductive 
layer. Thus, the semiconductive layer of the TFT device 
-iS IS also referred to as an active layer. In the present in- 
vention, at least one of the active layers of the LED and 
the semiconductor layer of the TFT are organic materi- 
als. 

[0010] Because layers of these organic materials are 
50 relatively easy to form on a substrate, these materials 
are advantageous from both a device design standpoint 
and a processing standpoint. Consequently, many dif- 
ferent device configurations arc possible when those or- 
ganic materials are used in the integrated device. Fur- 
5S thermore, a variety of different processing techniques 
can be used to form such devices, allowing for flexibility 
in choosing processing techniques The present inven- 
tion is also directed to processes for making such de- 
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vices that are both economical and efficient. 
[0011] If the device configuration is such that light is 
emitted from the LED through the substrate, the sub- 
strate must be transparent. Either glass substrates or 
transparent plastic substrates are contemplated as suit- 
able. It is advantageous if the substrate Is a transparent 
plastic substrate such as a polyester or polyimide sub- 
strate, because such substrates are inexpensive, dura- 
ble, flexible, and lightweight. If the device configuration 
Is such that the LED does not emit light through the sub- 
strate, opaque substrates such as silicon, steeL or 
opaque plastic substrates are contemplated as suitable. 
[0012] In the embodiments of the present Invention 
wherein the light emission is through the substrate, the 
anode of the LED device formed directly on the trans- 
parent substrate is also transparent. Examples of suit- 
able transparent anode materials are transparent con- 
ducting metal oxides such as Indium tin oxide (ITO). 
[0013] The gate contact of the organic TFT is also 
formed directly on the transparent subslrale. Again suit- 
able materials for the gate contact of a TFT with an ac- 
tive organic layer are well known to one skilled in the 
an. Examples of suitable materials include vacuum 
evaporated metals such as gold, aluminum, and plati- 
num. Soluble conducting polymers such as polyanilinc, 
poly(3,4-(ethylene-dioxy)thiophene) and polypyrrole 
are also contemplated as suitable. Conductive particle- 
based polymer composites such as silver ink and graph- 
ite ink are also contemplated as suitable. 
[0014] In the device configuration wherein the trans- 
parent anode of the LED Is formed directly on the trans- 
parent substrate, it is advantageous if the gate contact 
of the organic TFT and the anode of the organic LED 
are the same material so that both can be formed using 
one deposition step and one lithographic processing se- 
quence Consequently, in the embodiments of the 
present invention wherein the LED anode is a transpar- 
ent metal oxide it is advantageous if the gate contact is 
the same transparent metai oxide. 
[001 5] A layer of insulating material is formed over the 
gate contact. Insulating materials suitable for use In or- 
ganic TFT devices are well known and all are contem- 
plated as suitable. Examples of suitable materials are 
inorganic material such as silicon oxide (5i02) and sili- 
con nitride (Si3N4). Soluble polymer dielectrics such as 
polyimioe and poly(melhyl methacrytaie) are also con- 
templated as suitable. Other examples of suitable die- 
lectric materials Include pholodefinable polymer dielec- 
trics such as benzocyclobutene and commercially avail- 
able spin-on glass materials. From a processing per- 
spective, it is advantageous 11 the Insulating layer Is ei- 
ther a soluble polymer dielectric material, a photodefln- 
ablc diclcclric material or a spin-on glass. Such materi- 
als are advantageous because layers of these materials 
are formed on the substrate by low-cost processing 
techniques such as spin-coaling, casting and printing 
(e g. screen printing, ink-jet printing, soft lithography 
patterning and spraying) Soft lithography is described 
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in Qin. D., et al., "Microfabrication. Microstructures and 
MirrQsvstems." Tonics in Current Chemistr\' . Vol 1fl4 
p. 2-20 (1998), which is hereby incorporated by refer- 
ence. 

5 [0016] The organic TFT device has source and drain 
contacts. Materials suitable for use as the source and 
drain contacts for the organic TFT device are well known 
and all are contemplated as suitable. Examples of suit- 
able materials include the above-described vacuum 

10 evaporated metals, soluble conducting polymers, and 
conductive particle-based polymer composites. Typical- 
ly the source and drain contacts are formed over the in- 
sulating layer or over a layer of organic semiconductor 
material formed over the insulating layer 

IS [0017] Examples of suitable organic semiconductor 
materials with suitable field effect mobilities and other 
desirable semiconductor properties are well known to 
one skilled in the art. Such materials are either p-type 
materials or n-type materials. A variety of techniques are 

20 employed for depositing a layer of such materials. For 
example, layers of p-type conjugated oligomers such as 
thiophene oligomers, oligomers with fused ring moie- 
ties, and metallophthalocyanines are formed by vacuum 
evaporation. Layers of n-type materials such as fluori- 

2S riatcd metallophthalocyanines, anhydrides such as 
perylenetetracarboxyllc dianhydride and imide deriva- 
tives thereof, O^q and tetracyanonaptho-2.6-quin- 
odimethane are contemplated as suitable. Other exam- 
ples of suitable organic semiconductor materials are 

30 soluble conjugated polymers, oligomers, and fused ring 
molecules. Soluble semiconductor nnaterials are advan- 
tageous because layers of these materials are formed 
using low-cost processing techniques such as screen- 
printing, ink-jet phnting, soft lithography patterning, and 

35 spray applications. 

[0018] Over the anode of the LED is formed an organ- 
ic hole transporter layer Organic hole transporter layers 
are well known to one skilled In the art. The p-type or- 
ganic semiconductor materials described above are al- 

40 so suitable for use as the hole transporter layer for the 
LED. It is advantageous if the material for the hole trans- 
porter layer is the same as the material for the semicon- 
ductor material to limit the number of deposition and pat- 
terning steps required to fabricate the device. 

45 [0019] An electron transport/light emitter layer is 
formed over the organic hole transporter layer In one 
embodiment of the present invention, the electron trans- 
port layer Is B-hydroxyquinolinalo aluminum (Alq). A 
cathode is then formed over the electron transport layer 

so [0020] The above-described device is advantageous 
not only because of its performance, but because it can 
be manufactured economically both from a cost of ma- 
terials perspective and a cost of processing perspective. 
In this regard, it is advantageous if a device configura- 

ss tion is selected that permits simultaneous deposition of 
layers for both devices (e.g. the anode of the LED and 
the gate of the TFT; the semiconductor layer for the TFT 
and the hole transporter layer of the LED). In this regard. 
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it is advantageous it, to the extent possible, the sanne 
materials are used to form both the LED and the TFT 
Finally, it is advantageous if the materials are selected 
to keep processing as simple and economical as possi- 
ble. In this regard it is advantageous if both devices are 
formed using materials that are deposited on the sub- 
strate by a printing technique such as screen printing or 
ink-jet printing. 

BRIEF DESCRIPTION OF THE DRAWINGS 

[0021] FIG. 1 is a schematic of a prior art LED having 
an organic thin film that is integrated with a TFT 
[0022] FIG. 2 is a schematic of one embodiment of a 
monolithtcally integrated LED and TFT of the present 
invention, wherein both devices have active layers of an 
organic material. 

[0023] FIG. 3 is a schematic of a second embodiment 
of a monolithically integrated LED and TFT of the 
present invention wherein both devices have active lay- 
ers of an organic material. 

DETAILED DESCRIPTION 

[0024] The present invention is directed to a device in 
which a TFT and an LED are monolithically integrated 
on a single substrate, and processes for fabricating 
these devices. The TFT has source, drain, gate and 
channel regions formed on the substrate. The LED has 
a layer or layers of active material sandwiched between 
an anode and a cathode. One skilled in the art will ap- 
preciate that the TFT and LED are formed in a variety 
of-configurations. Device configuration, as used herein, 
is the placement of the portions of the device (e.g. 
source, drain , etc of the TFT: active material, anode, 
and cathode of the LED) relative to each other. In the 
present invention, materials and processes are de- 
scribed for making a device in which the TFT and LED 
are monolithically integrated. For convenience, the ma- 
terials and processes are described in the context of 
specific device configurations. However, the present in- 
vention is not limited to a specific TFT or LED configu- 
ration. For example, the source and drain contacts of 
TFT can befomned either on the insulating material layer 
or on the semiconductor material layer. A TFT device 
with either configuration will perform adequately. 
[0025] Referring to FIG. 2. in one embodiment of the 
present invention, the monolilhically iniegraled organic 
TFT and organic LED 200 is formed in the following se- 
quence. A conducting layer is first deposited onto a 
transparent substrate 205 To simplify processing, it is 
advantageous for this layer to serve as both the gate 
215 of the field effect TFT (FET) 201 and the anode 216 
of the LED 202. The layer is made of a material with low 
resistivity (less than about lO'^ ohm-cm) to sen/e as the 
FET gate 215 The layer also has low resistance, high 
optical transmittance, and a relatively high work function 
to serve as the anode 216 of the LED 202. Examples of 



materials that satisfy these criteria include indium tin ox- 
ide (ITO) or 7inc oxide (thicknesses greater than about 
1000 angstroms}. 

[0026] In those embodiments of the present invention 
s wherein the gate electrode is made of a different mate- 
rial than the LED anode, metals such as gold are also 
contemplated as suitable for the FET gate 21 5. Soluble 
conducting polymers such as polyaniline, poly(3.4-eth- 
ylene-dioxythiophene) and polypyrrole are also contem- 
10 plated as suitable. Conductive particle-based polymer 
composites such as silver ink and graphite Ink are also 
contemplated as suitable. 

[0027] Patterning the conducting layer defines the 
FET gate 21 5 and the LED anode 216 Patterning is ac- 

is complished, for example, by printing or molding material 
that serves as or is converted to the conducting layer (e. 
g. micromoiding, or printing wening patterns for, sol gel 
precursors for conducting glasses). The conducting lay- 
er is patterned by printing an etchant or using an etchant 

20 with a removable mask to remove selected regions of a 
uniformly deposited layer. In another embodiment the 
conducting layer is patterned by printing a resist, or coat- 
ing the substrate with an energy-definable material 
which is subsequently patterned so that the patterned 

2S material protects certain regions of the layer from an 
etchant. In another embodiment, patterning is accom- 
plished by printing a wetting pattern or an adhesion pro- 
moting/demoting pattern that can be used to define a 
resist layer. Also, patterning is accomplished by printing 

30 a catalyst or initiator for the electroless deposition of 
metal on a substrate (e.g. palladium catalyst for nickel 
or copper deposition: gold colloid for gold deposition). 
Additive processing in which the conductive layer is de- 
posited in the desired pattern is advantageous because 

3S it eliminates the need to remove a portion of the layer in 
order to obtain the desired pattern, therefore making ef- 
ficient use of conductive material. 
[0028] For subtractive processing that requires etch- 
ing and removal of material, there are advantages to us- 

40 ing fabrication sequences that use a resist layer that can 
also serve as the dielectric layer of the TFT device. For 
example, a thin printed layer of photosensitive polyimide 
could be used as a resist layer. After the polyimide layer 
has been used as a resist mask to pattern the underlying 
conductive layer the mask remains on the substrate as 
the dielectric layer 220 of the FET 201 . 
[0029] The dielectric layer 220 for the FET 202 is then 
formed. This layer provides electrical isolation of the 
FET gate from the electrodes (capacitance greater than 
so about 10-® F/cm2). The dielectric layer 220 is sufficiently 
thin to allow low (i.e., less than 40 volts) voltage opera- 
tion of the FET and is chemically compatible with the 
conductive layer. The dielectric layer 220 is patterned 
so that it does not cover the anode 21 6 of the LED 202. 
55 In the embodiment where the resist and the dielectric 
are the same material, forming the patterned dielectric 
involves selective removal of part of the dielectric to ex- 
pose the FET gate contact and the LED anode. In other 
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approaches, the dielectric layer is formed on the pat- 
terned conducting layer using printing methods. For 
many printing techniques it is advantageous tor the di- 
electric to be processed as a liquid (e.g. in the form of 
a prepolymer or a solution, suspension or slurry) that 
can be solidified after patterning. Many types of thermal- 
ly or photochemically curable polymers are well-surted 
for the dielectric layer. Polyimide and poly(methyl meth- 
acrylate) are examples of such materials. Other exam- 
ples of suitable dielectric materials include photodefin- 
able polymer dielectrics and spin-on glass. 
[0030] After the conducting and dielectric layers are 
formed on the substrate, either the source electrode 225 
and drain electrode 226 of the FET 201 or (referring to 
the alternate embodiment in FIG. 3) the semiconducting 
matenal 230 of the FET are deposited. FIG. 2 illustrates 
the embodiment of the present invention wherein the 
semiconducting material layer of the FET device is 
formed after the source and drain electrodes of the FET 
are formed. FIG. 3 illustrates the embodiment of the 
present invention wherein the semiconducting material 
layer of the FET device is formed before the source and 
drain electrodes of the FET are formed. The configura- 
tion depicted in FIG. 2 is advantageous because the 
contacts arc easier to pattern and the contact deposition 
does not affect the semiconductor layer, which is depos- 
ited after contact formation. However, the configuration 
in FIG 3 is advantageous because the top contact pro- 
vides a better interface for electrical interconnection and 
the interface between the semiconductor and top con- 
tacts is more easily modified (if required) for improved 
electrical interconnection. 

[0031] In the embodiments of the present invention 
wherein the electrodes are printed onto the substrate, it 
is advantageous to deposit the semiconducting material 
first because printed electrodes are often relatively thick 
and not amenable for use in FETs that employ active 
material deposited over the electrodes. Materials for the 
electrodes should be good conductors, chemically com- 
patible with the dielectric (e.g. they should be exist in 
solvents that do not disturb the dielectric material), and 
suitable for use with printing methods (e.g. for some 
printing techniques, they should be solvent processa- 
ble). The properties of the interlace between the elec- 
trode and the active matenal should also allow tor ac- 
ceptable operation of the FET. In some embodiments, 
the properties of the interface are improved by forming 
inierldyers with certain desirable properties between the 
electrode and the active material. Examples of electrode 
materials that satisfy these criteria include conducting 
carbon deposited from suspension, polyaniline depos- 
ited from solution, conducting silver paste, and the ma- 
terials previously described 

[0032] Referring to FIG. 2. once the electrodes 225 
and 226 are formed, the semiconductor material 230 is 
deposited. This material should have properties that 
yield FETs with the required performance For most ap- 
plications, mobilities greater than lO'^ cm^/Vs and on/ 



off ratios greater than 10 (and a conductivity less than 
10-5 S/cm) are sufficient. Although the semiconductor 
layer 230 only needs to be present in the narrow region 
between the source 225 and drain 225 electrodes, it is 
5 advantageous to choose a semiconductor material that 
can also serve as a hole transporter 235 for the LED 
202. 

[0033] Examples of such materials include the follow- 
ing p-type semiconducting materials: oligothiophene (i. 

10 e. Di-R-a-nT wherein n is 4 to e. T is 2.5-thiophenediyl 
and R is either C^Hgm^i wherein m is 0 to 18 or 
CyHay^pc^Hg^ where z-i-y = 4 to 17. y is greater than 
zero, and z is greater than 2): pentacene: Di-R-anthra- 
dlthiophene (wherein R is as previously described): bis- 

is benzodithiophene: and phthalocyanine coordination 
compounds wherein the coordinate is either a metal 
such as copper, zinc, tin, or iron, or hydrogen. Suitable 
anthradithiophene semiconductors are described in 
Laquindanum, J, et al., "Synthesis, Morphology^ and 

20 Field-Effect Mobility of Anthradilhiophenes." J. Am. 
Chem. Soc. . Vol. 120. pp. 664-672 (1998). which is in- 
corporated by reference herein. Suitable benzodithi- 
ophenes are described in Laquindanum, et al., "Ben- 
zodithiophene Rings as Semiconductor Building Blocks. 

2S " Adv. Mator. Vol. 9 (1 ), pp. 36-39 (1 997), which is hereby 
incorporated by reference. 

[0034] Such materials are deposited using vacuum 
deposition. Some of the above-described materials 
such as Di-R-a-nT wherein n is 4 to 8 and R is C^Hg^^^i 

30 wherein m is 4 to 6 and Di-R-anthradithiophene (where- 
in R is CeH^a) have finite solubility in certain solvents 
including aromatic solvents such as chlorobenzene and 
1.2.4-trichlorobenzene. Therefore these materials can 
be deposited on a substrate by spin-coating, casting, 

35 and printing. FETs with these semiconductor materials, 
and the fabrication of such devices, are described in 
Katz, H., et al., "Synthesis, Solubility, and Field-Effect 
Mobility of Elongated and Oxa-Substituted a,a-Dialkyl 
Thiophene Oligomers. Extension of'Polar Intermediate' 

40 Synthetic Strategy and Solution Deposition on Transis- 
tor Substrates,' Chem. Mater. , Vol. 10. No. 2. pp. 
633-638 (1998), which is hereby incorporated by refer- 
ence. These compounds can be cast into a film with a 
lower off conductivity than other liquid phase, high mo- 

4S bility films, thereby providing a film with a higher on/off 
ratio. 

[0035] As illustrated in FIG. 2, the semiconducting 
material in this embodiment is deposited uniformly over 
both the FET 201 region and the LED 202 region, and 

so patterning is not required. If the semiconducting material 
230 needs to be patterned (FIG. 3), it is preferred that 
the material is printable, and that the material is soluble 
in a solvent that is compatible with the dielectric and 
electrode materials. Poiy(3-alkylthiophene) wherein the 

ss alkyi group contains about 2 to about 10 cartx)n atoms 
is a material that satisfies these requirements. Such TFT 
devices are described in Bao, Z., et al., 'Soluble and 
processable regioregular poly(3-hexylthiophene) for 
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thin film field-effect transistor applications with high mo- 
bility; AeeLfhysJ^, Vol 69. No 26, p 4108-4110 
(1996). which is hereby incorporated by reference. This 
polymer is advantageous because it provides a contin- 
uous film and, consequently, uniformity among devices. 
[0036] In one embodiment of the present invention, 
the active semiconducting layer in the FET is an organic 
polymer that has a carrier mobility greater than about 
10'^ cm^A/s and a residual conductivity less than about 
10-5 s/cm. These FET devices have an on/off ratio 
greater than about 25 at 20''C. 
[0037] Other examples of suitable semiconducting 
materials include n-type materials such as fluorinated 
phthalocyanine coordination compounds wherein the 
coordinates are as previously described, perylenetet- 
racarboxylic dianhydnde and imide derivatives thereof, 
napthaienetetracarboxylic dianhydride and imide deriv- 
atives thereof, Cqq and 11, 11, 12, 12- tetracyanonap- 
tho-2,6-quinodimethane (TCNNQ). These n-type semi- 
conducltng malerials are formed on the substrate using 
vacuum evaporation. 

[0038] To complete the monolithically integrated de- 
vice 200, the remaining materials required for the LED 
202 are deposited. If the semiconductor material 230 for 
the FET is not used for a hole transporter (FIG. 3), or if 
it is otherwise not deposited over the LED anode 216, 
a layer of a hole transporter 235 is formed if it is required 
to achieve the necessary performance. Suitable hole 
transporter materials include N, N'-diphenyl-N,N'-bis 
(3-methylphenyl)- 1.1-biphenyl-4.4'-diamine (TPD). An 
electron transporter/emitter layer (ETL) 240 deposited 
over the hole transporter 235 followed by deposition of 
the cathode 245 completes the LED. Materials for the 
ETL include polyphenylene vinylene, and 8-hydroxyqut- 
nolinato aluminum (Alq). Other examples of electron 
transport materials included 2-(4-biphenylyl)-5-(4-tert- 
butylphenyl)-1,3.4-oxad!azole (PBD), 2-napthyl-4,5-bis 
(4-methoxyphenyl)-1,3-oxazole) (NAPOXA). bis-(8-hy- 
droxyquinaldine) aluminum phenoxide. and bis(10-hy- 
droxybenzoquinolinalo(zinc) (ZnBq2). Materials for the 
cathode should have low work functions for efficient 
electron injection into the ETL. Examples of suitable 
cathode materials include aluminum and calcium. 
[0039] If patterned emission from the LED is required, 
the cathode can be patterned, tor example, by using a 
shadow mask during deposition by thermal evaporation. 
From a processing standpoint, it may be advantageous 
to pattern the ETL instead of the cathode. If the ETL is 
solution processable. low cost molding approaches can 
be used to modulate its thickness, and therefore the in- 
tensity of its emission. PPV is an example of an ETL that 
can be manipulated in this way. 
[0040] In another example of processing efficiencies 
that can be employed to fabricate a TFT and an LED. 
the cathode material of the LED can also be used as the 
source and drain. 

[0041] The following materials and process sequence 
for forming a TFT are advantageous because the se- 



quence and materials integrate well with the formation 
of an LED on an ITO-coated glass substrate. The ITO 
is both the gate of the TFT and the anode of the LED. It 
is advantageous if the gate electrode is patterned by 

5 printing a layer of resist material such as polyurethane 
on the ITO in a desired pattern. The unwanted area of 
the ITO is exposed through the pattern, and removed 
using a conventional etchant. The pattemed resist is 
then removed. Alternatively, an etchant is printed onto 

10 the ITO layer to delineate the desired pattern in the ITO 
layer. 

[0042] The dielectric layer of the TFT device is then 
printed over the gate of the TFT. Examples of printable 
dielectric materials include polyimide and poly(methyl 

IS methacrylate). 

[0043] The semiconductor layer of the TFT is then 
formed by printing, casting, spin-coattng, or spraying a 
liquid phase processable conjugated oligomer (e.g. di- 
hexyt-a-6T) or a conjugated polymer (such as regioreg- 

20 ular poly (3-hexylthiophene) onto the substrate. 

[0044] If the smallest dimension of the source and 
drain contacts (also referred to as electrodes) or the 
space between them is greater than 25 |im, the source 
and drain electrodes are printed using a conducting par- 

2S tide base composite material (such as silver ink or 
graphite ink) dispensed from an inkjet printer (if the min- 
imum feature size is greater than 75 nm, screen printing 
can be used). Alternately, a soluble conducting polymer 
such as polyaniline is printed on the substrate If the min- 

30 imum feature size is greater than 1 ^im, a conducting 
particle deposit or conducting polymer is micromoWed 
in capillaries onto the substrate. One of eitherthe source 
and drain contacts are patterned to contact the anode 
of the LED. 

35 [0045] Once the TFT is formed over the ITO, the ac- 
tive layer or layers of the LED are formed on the sub- 
strate. If vacuum deposition is acceptable, a hole trans- 
porter layer (e.g. N N'-diphenyl-N,N'-bis(3-methylphe- 
nyl)-1 , 1 -biphenyl-4,4'-diamine (TPD)) is vacuum depos- 

40 ited over the anode An emitter/electron transport layer 
(e.g. aluminum tris(8-hydroxyqutnoline)(Alq)) is then 
vacuum deposited over the hole transporter layer Ex- 
amples of other active materials that can be vacuum de- 
posited are described in Dodabalapur, A., 'Organic 

•^5 Light Emitting Diode, " Solid State Communication Vol. 
102, pp. 259-267 (1997) , which is hereby incorporated 
by reference. 

[0046] If it is preferred to deposit the active layers of 
the LED from solution, a hole transporter layer (e.g. poly 

SO (phenylene vinylene (PPV)) is formed on the substrate. 
The PPV is formed on the anode before the dielectric 
layer of the TFT is formed thereon. The PPV layer is 
formed from a PPV precursor that is deposited on the 
substrate using a doctor's blade and thermally convert- 

ss ed to PPV by heating the substrate to about 260<'C un- 
der vacuum. An electron transport/emitting layer is 
formed by printing, casting, or spin-coating poly(cyan- 
oterephthalylidene (CN-PPV) on the substrate after the 
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drain and source electrodes are formed thereon. 
[0047] In yet another enabodiment. a single LED ac- 
tive layer is formed by either printing, casting, or spin 
coating a solution containing poly(2-methoxy-5-2'-ethyl- 
hexoxy)-l .4-phenylene vinylene Examples of other ac- 
tive materials that can be deposited in a like manner, 
and conditions suitable tor such deposition are de- 
scribed in Kraft, A., etal. "Electroluminescent Conjugat- 
ed Polymers-Seeing Polymers in a New Light," Angew. 
Chem. Int. Ed. , Vol. 37, pp. 402-428 (1998), which is 
hereby incorporated by reference. 
[0048] In certain embodiments of the present inven- 
tion, more than one TFT is monolithically integrated with 
one or more LEDs. In certain instances, when more than 
one TFT is integrated with a single LED. the power dis- 
sipation at the LED is greatly reduced. When the device 
of the present invention is incorporated into displays 
and/or systems = it is contemplated that one or more 
TFTs will drive one or more LEDs. Displays will have 
multiple rows and multiple columns of the monolithically 
integrated device of the present invention. Systems with 
the device of the present invention will also include ap- 
propriate drive circuitry. 



Claims 



3. 



4. 



5. The device of claim 4 wherein the charge carrying 
material is a hole transporter nrwterial. 

6. The device of claim 5 wherein the charge carrying 
material and the semiconductor material are select- 
ed from the group consisting of oligothiophene. 
pentacene, Di-R-anthradithbphene wherein R is ei- 



ther C„H 



wherein m is 0 to 18 or 
CyHay^iOC^Hg, where z+y = 4 to 17, y is greater 
10 than zero, and z is greater than 2. bis-benzodithi- 
ophene, phthalocyanine coordination compounds, 
and regioregular poly(3-alkylthiophene). 

7. The device of claim 4 wherein at least one of the 
15 source and dram contacts is electrically connected 

to the anode. 

8. The device of claim 7 wherein the substrate is a 
transparent substrate and the gate of the thin film 

20 transistor and the anode of the light emitting diode 
are indium tin oxide. 

9. The device of claim 8 wherein the transparent sub- 
strate material is selected from the group consisting 

25 of glass, polyester, and polyimidc. 



A device comprising a light emitting diode monolith- 
ically integrated with at least one thin film transistor 
wherein the light emitting diode comprises an an- 
ode, a cathode and at least one active layer com- 
prising a light-emitting material sandwiched be- 
tween the anode and the cathode and the thin film 
transistor comprises a semiconductor material in- 
terposed between source and drain contacts such 
that a current that flows from the source to the drain 
flows through the semiconductor material from the 
source to the drain, wherein the thin film transistor 
and the fight emitting diode are formed on a single, 
unitary substrate, and wherein the semiconductor 
material of the thin film transistor and at least one 
active layer of the light emitting diode is an organic 
material. 

The device of claim 1 wherein the thin film transistor 
further comprises a gate formed on the substrate 
and wherein the anode of the light emitting diode 
and the gale of the thin film transistor are a single 
layer of material. 

The device of claim 2 wherein the active layer fur- 
tner comprises a layer of a charge carrying material. 

The device of claim 3 wherein the semiconductor 
material of the thin film transistor and the charge 
carrying material of the light emitting diode are the 
same material 



30 
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10. The device of claim 9 wherein a plurality of thin film 
transistors is monolithically integrated with the light 
emitting diode 

11 . A process for fabricating a monolithically integrated 
thin film transistor and a light emitting diode com- 
prising: 

forming a gate contact of a thin film transistor 
and an anode of a light emitting diode on a uni- 
tary substrate: 

forming a layer of dielectric miaterial over the 
gate contact: 

forming a layer of an organic semiconductor 
material over the layer of dielectric material: 
forming a source contact and a drain contact of 
the thin film transistor wherein the source con- 
tact and the dram contact are formed either be- 
fore or after the layer of organic semiconductor 
nnaterial is formed over the layer of dielectric 
nnaterial and wherein one of the source contact 
and Ihe drain contact are electrically intercon- 
nected to the anode; 

forming a layer of an organic light-emitting ma- 
terial over the anode of the light-emitting diode; 
and 

forming a cathode over the organic light-omit- 
ting material. 

12. The process of claim 11 wherein the gate contact 
and the anode are formed from a single layer of con- 
ductive material. 
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1 3. The process of claim 1 2 further comprising forming 
a layer of a hole transporter material over the anode 
before the layer of light-emitting material is formed 
thereover 

5 

14. The process of claim 1 3 wherein the organic semi- 
conductor material of the thin film transistor and the 
hole transporter material of the light emitting diode 
are the same p-type semiconducting material. 

10 

15. The process of claim 14 wherein the p-type semi- 
conducting material is selected from the group con- 
sisting of oligothiophene. pentacene, Di-R-anthra- 
dithiophene wherein R is either C^Ham^i wherein 

m is 0 to 18 or CyHay^iOC^Haz where z+y = 4 to 17, '5 
y IS greater than zero, and z is greater than 2, bis- 
benzodithiophene. phthalocyanine coordination 
compounds, regioregular poly(3-alkylthiophene). 

16. The process of claim 12 wherein the tayer of dielec- 20 
trie material is formed by printing the layer of die- 
lectric material over the gale contact of the thin film 
transistor. 

17. The process of claim 16 wherein the layer of scmi- 2S 
conductor material is fornned by printing or spin- 
coating the layer of semiconductor material or by 
spraying a liquid phase processable conjugated ol- 
igomer or polymer 

30 

1 8. The process of claim 12 wherein the source contact 

and the drain contact are formed by printing the ma- 
terial for the source contact and the drain contact. 

19. The process of claim 1 2 wherein the active layer is 35 
formed by printing, casting or spin-coating. 

20. The process of claim 12 wherein the dielectric layer 
is formed as an etch mask for forming at least one 

of the anode or the gate contact In the underlying ^0 
layer of conductive material. 
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FIG. 2 



FET 



^201 
225 / /226 



220 



215 



LED 



,202 
/_y245 

1 -7^n 



V 



235 



216' 



200 



205 



r 



7 



J 



201 



/226 



LED 



202 



245 



215 



z 



240 

235 



216- 



223 



205 



r 



7 



BNSOOCID <cP 0&625B4A2 I > 



9 



(19) 



J 



Europaisches Patentamt 
European Patent Office 
Office europeen des brevets 




(12) 



(88) Date of publication A3: 

12.01.2000 Bulletin 2000/02 

(43) Date of publication A2: 

08.12.1999 Bulletin 1999/49 

(21) Application number: 99303861,1 

(22) Date ot filing: 18.05.1999 



(11) EP 0 962 984 A3 

EUROPEAN PATENT APPLICATION 

(51) Intel 7 HOI L 27/15 



(84) Designated Contracting States 

AT BE CH CY DE DK ES Fl FR GB GR IE IT LI LU 
MC NL PT SE 

Designated Extension States: 
AL LT LV MK RO SI 

(30) Priority: 29.05.1998 US 87201 

(71) Applicant: LUCENT TECHNOLOGIES INC. 
Murray Hill, New Jersey 07974-0636 (US) 

(72) Inventors: 

• Bao, Zhenen 
North Plainf ield, New Jersey 07060 (US) 



• Dodabalapur, Ananth 
Millington, New Jersey 07946 (US) 

• Katz, Howard Edan 

Summit New Jersey 07901 (US) 

• Raju, Venkataram Reddy 

New Providence, New Jersey 07974 (US) 

• Rogers, John A. 

New Providence, New Jersey 07974 (US) 

(74) Representative: 

Watts, Christopher Malcolm Kelway, Dr. et al 

Lucent Technologies (UK) Ltd, 

5 Mornington Road 

Woodford Green Essex. IG8 OTU (GB) 



(54) ThIn-fUm transistor monolithically integrated with an organic light-emitting diode 



(57) A device in which one or more thin film transis- 
tors are monolithically integrated with a light emitting di- 
ode is disclosed. The thin film transistor has an organic 
semiconductor layer. The light emitting layer of the light 



emitting diode is also an organic material. The device is 
fabricated economically by integrating the fabrication of 
the thin film transistor and the light emitting diode on the 
substrate and by employing tow cost fabrication tech- 
niques. 



FIG. 2 



CO 

< 

oo 

O) 

CM 
(O 
O) 

o 

Q. 
LU 




Prntcotjy Jouv« 70001 rAniGfni 



BNSDOCID <EP. 0&62Se4A3 t > 



EP 0 962 d84 A3 



European Patent 
OKice 



EUROPEAN SEARCH REPORT 



Application NumtMr 

EP 99 30 3861 



DOCUMENTS CONSIDERED TO BE RELEVANT 



Category 



p.x 



D,A 



Ciation of documem with indication, wh«r« appropnate. 
o1 relevant passages 



Relevant 
to claim 



1,6 



WO 99 54936 A (SIRRINGHAUS HENNING 
;TESSLER NIR (GB); CAMBRIDGE DISPLAY TECH 
(GB)) 28 October 1999 (1999-10-28) 

* claims 1,6,7; figures * 

DODABALAPUR A ET AL: "ORGANIC SMART 1.4-7,11 
PIXELS" 

APPLIED PHYSICS LETTERS, US, AMERICAN 
INSTITUTE OF PHYSICS. NEW YORK, 
vol. 73, no, 2, page 142-144 XP000771188 
ISSN: 0003-6951 

* the whole document * 

T N JACKSON ET AL: "Organic Thin-Filir 
Transistors for Organic Light-Emitting 
Flat-Panel Display Backplanes" 
IEEE JOURNAL OF SELECTED TOPICS IN QUANTUM 
ELECTRONICS, US, IEEE SERVICE CENTER, 
vol. 4, no. 1. page 100-104-104 
XP002110213 
ISSN: 1077-260X 

* the whole document * 

WU C C ET AL: "INTEGRATION OF ORGANIC 
LED*S AND AMORPHOUS SI TFT'S ONTO FLEXIBLE 
AND LIGHTWEIGHT METAL FOIL SUBSTRATES- 
IEEE ELECTRON DEVICE LETTERS, US, IEEE INC. 
NEW YORK, 

vol. 18. no. 12, page 609-612 XP000727114 
ISSN: 0741-3106 

* the whole document * 



The present search report has been drawn up for all daims 



CLASSIFICATION OF THE 
APPLICATION <lnt.CL6) 



H01L27/15 



TECHNICAL FIELDS 
SEARCHED (lnt.Cl.6) 



HOIL 



THE HAGUE 



Uai« ui oompieiion ot me Morcr 

23 November 1999 



De Laere, A 



CATEGORY OF CITED DOCUMENTS 

X Dijr.ajl3r»jf reinvent ti :akeT aionc 
V oaricuia-ly retevant it comoiflcd wriri another 
oocunert oi xr^e same ca'.0gor> 

0 ' non-wrnert d'SCbsu'e 
K . inicmedMie oocumer: 



T : ineory or pnncipte underl/ing tfie inventon 
t uailiur paiunt ducunicri. tut pubbahud en. or 

arier itte tiiing dale 
C docjmeni citeo n the appuwiiiw 
L . oocuncni atcd tor other reasons 

& member ot the same pale it \<ttn\iy cor responditig 
document 



BNSD'OCID <EP 0962984 A 3 I > 



2 



EP 0 962 984 A3 



ANNEX TO THE EUROPEAN SEARCH REPORT 
ON EUROPEAN PATENT APPLICATION NO. 



EP 99 30 3861 



This annex lists ttie patent fanily members relating to the patent docunrYents ated in ttie atx>ve-mantioned European search report. 
The members aro as contained in tn© European Patent Otfice EDP file or 

The European Patent Office is in no way Nabte fo' tnese particulars which are merel/ given tor the purpose ol mlormation. 

23-11-1999 



Patent document 


Pubticatior. 


Patent family 


Publication 


cited in search reoort 


date 


memberts) 


date 



WO 9954936 



28-10-1999 



NONE 



M f^oT more details atx)ui this annet : see Official vourna: of tnc European Patent Office. Nc \2/B2 



BN5CXX:iO <EP 0962S64A3 I > 



3 



BIANK PAGE 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 



Defective images within this document are accurate representations of the original 
documents submitted by the appHcant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS 

□ IMAGE CUT OFF AT TOP, BOTTOM OR SIDES 

□ FADED TEXT OR DRAWING 



□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

□ LINES OR MARKS ON ORIGINAL DOCUMENT 

□ REFERENCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents wOl not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



BEST AVAILABLE IMAGES 




BLURRED OR ILLEGIBLE TEXT OR DRAWING 



